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BASIC-ABSTRACT: 

Method for eliminating gloss from dyed polyamide articles comprises 
treating 

the dyed articles with at least 5% tannic acid and then treating them 
with iron 
salts . 

Hue of the articles is stabilised. 

10' kg. washed nylon yarn was dyed at 80 deg.C. for 60mins. to 100 
1. of a 

soln. contng. 200 g. Mitsui Nylon Black GL, 90 g. Amirazin and 
sufficient 

acetic acid to bring the pH to 5.0. The dyed yarn was water-washed 
and then 

treated with 100 1. aq. soln. contng. 1000 g. tannic acid and 
sufficient 

acetic acid to bring the pH to 3.5, treatment being carried out at 8 0 
deg.C. 

for 60 mins. Finally the yarn was treated at 70 deg.C. for 10 mins . 
with 100 

1. of an of an aq. soln. contng. 500 g. FeC13 . 
TITLE-TERMS: TREAT DYE TANNIC ACID IRON 



3/23/2007, EAST Version: 2.1.0.14 



DERWENT- CLASS: AOO 

CPI-CODES: A05-F01D; A08-M;. A11-A01; 
POLYMER- MULTIPUNCH- CODES -AND -KEY- SERIALS : 

Multipunch Codes: 01- 141 305 342 364 366 399 481 516 518 521 597 720 
721 



3/23/2007, EAST Version: 2.1.0.14 



48 B 03 
(48 D 941) 



4# 




Bf 




# tfj H 

flg 4 3—24207 

£r^- Bg 43. 10.19 



1 ' 



m 



0 



bs 

BS 



P 



4 1-3 2961 
4 1 .5 .25 



(U 0 A 



ft 
ft 



A 



^:#ffi 2<ni 3 <£> 4 6 

KSGflJ ftfcE B3iis!r 2^2 

#a± to; 



#5691 teia H* ft U T 5 , Kffli^ft tt -CONH 

gussfeft. agfefttt. ^*ttr- T-fc^- . 

$<k • n%mm%iWz x<n# u r $ hw^k 

ftm*^£K\ ^fefc^^Wio 

ne^ri <ffi*h««j7$ k 

ftfc*fc2rBf*JBS:K^fta*. ^^fifei, rf* 

ft £Tfc *^*»*4fc«»^**ftJft*'Sr*S 

lR*U*fc«, tfeffifcfcjtrt, 5ft^"Tx^^ 
t-tta*fTVN ^x = x»iRifi4:^jSK«L*t>ft„ 

mm$kft<r>m$>te&fcK x *t\.- 



3/26/2007, EAST Version: 2.1.0.14 



( 

*«SW 1 

' =#*4 n ^ "7*7 y^GL(H#fb# ) 200 ? 

BUM py7^^FM 
E^v-i'SK^B**!*) 1000 9 

* 1 0 O^OTkfc^-f *¥»t:P H3.5 Kgififl 

mitn-ik 5oo? 

* i o o e <07k K&bttLX- 7 0ttl0 Mil 
y J^Y 1 : 5 0.. PH3.5, 80*ct 



) ^ BB4 3 - 2 4 2 0 7 

xffifiBUS: 2.0 4.0 5-6 7.4 10-2 15-0 
*i/~vW$M ] lk 1.9 3-7 5.0 5.8 7.8 12.1 
fcv *X-*^~ y®SKKS L 8 0 %ft<Dfi8^Zl 

SkmffliX' 7 o-c -ei o^raiaaiLfco^ 

* OBW: * - ^«S5K*3&» 5 .0 %fet±<D*fr 



3/26/2007, EAST Version: 2.1.0.14 



